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m^m^m^Hej* a^. o o o e u±t^t\.x 

im^m 2 1 m^m i lEttoK^jset^am-^ ■;/ Ktcij 

v^r. S(rl2a{b@«®«rJKfiK-r-5-*froSStt«©'>'^C< 

v^-rtiA» 1 m<o^mmx»>i> r t *i#mi:i-^«^est 

v^r. HlllS«-fb@»^lrJi^^-r?>-*f©a'»±^(7)^i.v^< 20 
iLTPt. C r ^SJlU^T a c07C^*^P>3lfmfO;'<e< 

ts»*^ 5 1 it*^ 1 ^m(Dm^i&m^M^ y kjc as 

i: t-Mro^jb@«^ t ^{b e t ^*-r -5 B::*:a^b 

t UT^tf b i - c r y s t a 1 «jgSr*i-^S!«att 

1^-C*5 5r ir^^l^'itir-r^JK^Sfet^^-^s/ K„ 40 
liS*^ 8 ] if 7 ^W.<r>m^mnm3k^ y KirtJ 

^'>:^i^mi:mLxm^^ixxf£^^i:=k!mmt-r^m 

v^■fi^*»l^|^«<D^3l^«^n;^;^-v5' Klc:iot>T. HulESO 



2 

^H^a14^MTlfel^«. Cr,V. Ti,Ta,W, Z 
r. Nb, Hf. Mofcit/tA 1 C07C3^36»batfiX'5'> 
it < 1 1. 1 a<7?5c3!S<Sr^*-r -5 r i: Sri^m i: -r -SIK^® 

im^m 1 2 J ft 7 , it*^ 8 4 fcJ*if 9 <0 

^fstt:&MTi*^l4#:'il>a::^^fBd5B&< 2 0 0 >iE|S|L 
Xfj:^^t t ■t^m.^m.ln^^^ y h\ 

<tt&m,^^m^m^^tcm^mt7i^^^y K^c:lo^^T. mr 

tE«^b@*@li^^SSr^^ LTS3Sai4M-g-$ixr>t 5 

:km J; 5Ig^^i±^{ci=; l-t 5 J^^^^-C r i cojt 
H c /Hex*?. iSCm^W T;=(.^^Hex*5SI®6<)tCHex = 

0 i:;i5)*g^Sr^*, i J: •) fc^ict < K^$ixr/£5 r 

1 4 ] n^r^ 1 3 ta^o®E^}gia^;^--> K 
^c:*J^^T. MI5«:^;'3li:*:^-SS^ff;55 2 O nmtJIT^ON 

\-£ix^'}^fi< tii\m^±.!S.^t-r^mx'^^:Lt^m 

liS*:^ 1 5 1 ^*]S 1 3 lEigoa^lget^^-. •> K 
ZliNi, P t *3j;Tj:p d (7)x;^A^(b51tin5'>;^c < t 
ISgt^^'^s/ K. 

[iS*il 1 6 1 1 5 is«(^a^igin:^m- K 

IW*3l 1 7 1 IS*3l 1 3 fBffiro«^igetja«'^3' K 
(iioV^T. HulE<*:lS;^iS:^^;eiSAx Mnioo-x (mc 
x»4 0iy.±4 0£J1.T> Ir. Fe. Rh. Ru, P 

t, P d*5i05N i ro7C3g*»f>jllin5di>Jt< irfc 1 

^^^y K„ 

[it*]^ 1 8 1 iS^JS 1 7 iE®(;51K^ffiSi5am'^ y K 
[if 1 9 1 sSjH:^ 1 3 le^*^)^^^*^:^^-- s, K 
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-F 62 O3 ^±^6^t^^mx*^^Zti:Wi^t-r^ 
2 0 ] 1 3 iSttco^^Sfet^m-^ K 

2 1 1 2 0 s5«(7)KmS6ta*-- y K 

<th ~M(Dmimmm tmitsmmt ^m-r^m^m 10 

^ixxfiiv. mmmitmmmir^^m^ifYi.xR^m^ 
f^^^ttx^j:^-M<D^m^m^-h^j:^ . 2oot:;^t 
xmit^mm^tix^j:^:zt ^w^t-r^m^m:^?^^ 

^ y Ko 

[If 2 3 ] fS*^ 2 2 ie«c(7)^^ffijT:?^^-- :y K 

^^j:^-M(Dmmitm:^^f^^m^ifti.xR3i^mi±^^^ 20 

mMiX2 0 00 e}^±t ^tlX^J:^^t^Wmt'ir;^m 
Ko 

[iS*^ 2 4 1 2 2 iB^oaMS6L?a«-^:y K 

^m:^mi^m^mm^tixmmmmt ^tixfj:v . mm 

tcHex=0 <J:;t^5:S'&Sr'g-i?>. 1 J: < lS::^$i^30 

xf^^:it^wmt'r^m^m,m.m^---y h\ 
m^m2 5 1 fs*^2 2mm(om^mm.^m^y k 

ff^^^tt. ;6^o. C o ^«^7t;^<b LT-^tPb i - c r 

y s t a \mm%:m'r^^mm^mx:h^:^ti:^mt 

-r^^^mtn^m^y Ko 

[iS*^2 6l IS*JS2 3. fg*:^i2 4^7t^^ff*« 

\^^l^Xfj:^-t^W^t'r^m^m.^^M^y Ko 40 
[00 0 1] 

\^m\^^hfh^m^m.t7imM^y Ktcgi-r^o 

[0 0 0 21 

icm^mifi^^ (MR^m) ^^^fflv>fcMR--:y K;65 
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[0 0 0 31 GMR^:^S:fflV^fcSf5l^Oi/-y^KaJMR 
Kft. lg]8{c^-ri ^J;ttiA 1 2 O3 • T i 

mt^ h^S:^ Tmm%i^-j\^ K® 2 ;65?F^^ $ tLT I ^ 5o 

com^->-/ix KS(^±tc. ^^mm.^^ y^irm^-t^ 

J6^M3^^LTMRI^4 t^^^^Vu-:/) t^^^s, m 

1 5 . ^^F^ig 1 4 . mitmmm 1 e ^^^fcox. 
xMKm(Dnm\c^<'^T:^m^^^^'r^c o p t /^^^ 

(ti.T. MR^^^iS-T) 7f)mj^^fLX\^^^. MKm 

p/^i/- yu- KSiMR-v:y KtC:^oV^r{^. -ft-^^^eT^l^ffi 
J^. ^Jx.{^-^oy- K6iCir>;^m^^ffiL. MRM 

[0 0 0 41 t;f3fe. GMRPS^^fflV>/cMR]@^(^. ;^ 

m\z\^K^m'^mtmm^f\.x^ mitu^^m/t^m^^ 

m\^Kmm\^m t (o^m^m mx^^^^^^^^ -t\z 
X. o xm^^(ommfi^tsi^f\.x\^^^. 
[0 0 0 51 GMR^^^fflv^/cMR^^c^ov^r{l. m 
it^^m(omi}c(Dm^^^^m^^m^-r ^fz^\z^ 

a^i^-/uK®Jcsi»^^M:^tt^#-^bfcm. m^<r> 
::^i^^GMRflg{;i^LT9 0" lH]te$itTei>fb@^®9 

[0 0 0 61 b;6-L. ±ISG MR ^T-^ffiV>/cMRJ^*5 
<tT/MR--:y KtCiolNTti. aib©^^<7)^^tt^i^i6 

j^^bS:^S<^@^O;^ci6f::i^raiOfRi*0;S;i)5i^^^ 
tt^^. e{bSd&g'^^^v--ywKS--<^>^ 

[0 0 0 71 flfe*, TBi£r(g;<iS:^1-tL«. K^bS*® 

K^--(^^iga^s*-tt#-^j^T*# ^h(o 
^^b@^^o^^t4^5+>^x-/<^l^yca^)^c. -^-^ ko 
9)ViF^(omA±^. \ 0 o'CigAJitc^fL, isiibo 
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[0 0 0 8] ^fc. TB:^*^m^tmmM,icx^mit^m 
[0 0 0 9] mitmmm^m.m\cmmi±mx*]fm 

GMRIK«^25sgEfe:^bttTi/^'5o r 9 5 rite J: 

•9. ^^^}-J:oT^>fl:g*®-^^mv/-yUKMc^S|iglO 

[00101 

[^PJ^5^*LJ:9<!:f ^HS] ±^(DXo{c^ GMR 

[0 0 1 1 1 ^^mi^Z(DXofj:^^Wm(D?^mj^\cM 
[0 0 12] 

[MM*ft?^-r^/ti6<7)^©] :^mm(Dmi<Dmn.&^ 
^-Mo^^mi^mybm^m^ift \.xRmmim^^tix 

UX2 0 0Oe&.±t^iXXfj:^-t^Wmt't^m^ 

[0 013] :^mm<o-mm(ommi:7^'rmn.tmm^ 
h^co^^tt^m^m^m i \^^-to in i ^-^5v^T|^-^ 



6 

^fcfiSa^t^, 6{iy-K. 7flMR^^. 111^^ 
Kits A . 1 2 A t ^mi±m B <J: ^S^^tt 

^-^1-^^^®. 13fl5S^tt^B. 14(i4'P9^S. 1 

^^c:lil(C(^^LTV^/^^^;a^ Si^tt^Al 1 
[0 0 14] *:5IPJo4S^{;i:fcv>m. K-fbS^SJcf^ 
fx bo zcDtcisb. ^miii^t^s,?&m^ti^t complex ^ 

xmm^tix\^^^h(Dti'tM^j:y) . mitmmmcommi^ 
^uxm^^mn-r^ :it\zx<>xny^j: Hv.xmmz: 

'nb::-tfi^X^^o w(7)/c:66. fS^^S:/nir;7.i: LT 
^^(OX^i^M'^t^^ij^^k^lt^X ^ fD}bxm'Mj\zfj:^o 

[0 0 15] ^^m\^is\^^x^ mitmmm^m^Uex^ 
-'^mittm\'£m^\z.m'p^'^xi^}hxf}^hWL'p^'^x 

[0 0 16] ^LX^^m\^iS\^^X{t. JilEiO^figt^ct 

>:^^mmi±m(Dum:fj(Dm^mm-r^ r ^ j: o 
mtmmm.^m^Hex* ^ 2 o o o e j^xjttc^:^-c^ . 
^^^c^^>fbs«^ii^i^^-r^ r <^ 7^-x^ 5o 

[001 7] *^§^f;iJ:ix*^^>fba«^<^5fi«^tg(^i*: 

um^xmt^x^ ^umm^xt^(Dx\ 

[0 0 18] *fc. ^>fbS«®(lS5S^ttJS-&Lfc-*f 
[0 0 19] ^^^mcom^t&mmm^^y K(CjoV^T^^. 

mitmmmt:mfSi'r^R^mmm^^tixfj:^-M<D^ 

[0 0 2 0] :^mm(Dmm.t&t7i^m^y KtC^oVNTf^. 

(omi±m(Dii^^j:< tiy~:^(omitmti.x. co^^^ 
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P t . C r ^XrJT a (Oytmf>^(^m\itltz<}^^fJ:< thl 

[0 0 2 1] ±mCo^±m^tir^^mt LTti. m 
X.liC Ox Aioo-z (r r(Cx ^ 5 OT?fcoT. AtiP 
t. Sm. Ce. La. Y. Fe. Cr. V. Ti. T 
a.W. Zr.Nb.Hf.Mo.Al ^XXJ^N i (Djc 

^ UTfl. ^5iJx«F ex Aioo-x {:ir{Cx^50T*$> 10 
oT. AfiCo. Cr, Ft, Ni. Y. V. Ti. T 

a. W. Zr. Nb. Hf. Mo, :^XZJ^A } (D^mi)^ 

^MO • X2 O3 (rrjCXt^Fe, Co. Mn. C r 20 
^^hm\ttl^{^fj:< thim. Mf^Mn. Fe. Co. 
Ni. Cu, Zn, Mgi)^hmi^h.^'Pti:< thim) 
T*^$n5^t:''^/l-:7^y^ 4oJ:Wb^S^ZO • F 
62 03 (rrtCZJ^Ba. Sr. Ca. Pb T&^^iltl 

^yo.^-r ^fcmitmum^i^ti.x\t. ^ 

[0 0 2 3] :^^m(om2(Dmum:mj}m^y hi^. m 

mum^mmmi^'^^m^ir-i^xR^m^m^i. 

^mf$,7zmt LT^tf b i - c r y s t a 1 ^it^^f 
[0 0 24] *5ll^{C*5V>-r b i - c r y s t a 1 Wig 

<b(t. ±'^^Bm^\c^':fm^Bn^^^^&'r^mmx^^ 4o 

LT^tfei^^OT*. C o^^i^^Ob i c r y s t 

[0 0 2 5] ^mmcom^m^Um^^y Kic::feV>Tfi. 
CoSrWfigTC^t bT^tfb i ~c r y s t a HSig^ 

#L/cJ: 9f-> , C r . V. T i , T a . W. Z r . N 

b. Hf. Moi6XXfA\a:>7tm7b^hmi^ti^{P^^j:<t 
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2 (cis«c L/C J: 9 {c^ s^^B^±mTmmni^^L^iL:^'^^B 

355B&< 2 0 0 >iBfp)LTVN-5tiO;6Siff* L<ffiV^?5i^ 

L/C J: 51::. MH^sti^STifeK^^^JlTiai: cor«1t;ir 

"e/uyy^m. h^\^^it^^i^>i^m^^vxmf&^^ 

[0 0 2 6] KJCioV>T{^. 
C o ^«^5c;^t LT^tf b i - c r y s t a 1 mi^^ 

^^mrmtLxn. oiciB^L/cJi^tw. a 

[00 2 7] ^mm(Dm 3 (om^i&tjim^^^y ki^. i* 
3tciE«Lytci:5fc. ^mi^^mm^ift'i.xmm 

i-^&:;^ca^t:}£tt?a*|g^ffiv^/c^^SSL5$fI*-^>;/ 

^\^^x. mmmitmmmi^^^m^^vx^mmmf^^ 
^tixfj:^—M(o^m^m^mi.. mis— ^j-o^^tts 

CD— ^(C{^. Ni. C o^XrJF e(Do 'h<Pt^:< 1 

c r ^±f^^t'r^^mm:^^hmi:£n^<j^^j:< thim 
=<D^mtfm±m^mm^ixxmmmmt ^ttxfj:*). m 

i^mt}m::km J:^ ^ mmm^m tt 5 r 
xfj:^zt^mmt'r^muum)}^^y h^xh^o 

[0 0 2 8] *^eg{C:^oV^T. S^Satt/^-^StLT/^-S 

m^^m^m:km^mm'r^zt\cxox. mitm 

[00 2 9] :^^m(Om^m,i7i^^-^y K(c:jBtt5mj|S 

^m:tjmi^m t lt. is:*:^ 1 4 L/C J: 9 \zmm 

75^2 0 nmJ[^Tt7)N i O. C o 0:fccfcI/N i O <?r C o O 

*3J:t/iS*]Sl 5{c|E«L/cJ:9tc. ZxMn 
100-x (rr.tcZ{±Ni. Pt. P d07£^d^^>ilfm 

Zx Mnioo-x ®cDi¥^(iit*3ll 6 tCie^L/cJ: 
ff*L<fi:l 5nmJ;JlTT*fe5o 
[0 0 3 0] ^/c. If*:^l 7tcffi®L/cj: 
0^(:O<*a;t?ii:^Jl^ LT. AxMnioo-x ^ (C x 
0£l±4 0&.Ts An Ir. Fe. Rh, Ru. Pt. 

LVW^illijjt^Sl SlCie^L/cJ: 5nm£ITT' 

[00 3 1 ] */cfe*^l 9(Cie«L/cJ:5«C. *:«P^ 

t LT. ^S:;6^' 2 0 n mJ^TO a - F e 

[0 0 3 2] $ibJciS3ftxi2 0»c|S«L/cJ: pic, 
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10 0 3 31 ^^mcD^mtim^mti^xm^^^^c 

^tLXn. AK Mn. Cu. Pt. Pd. Ag. A 
u. Ir. Rh. Ru. V, Fe. Co^ Ni. G a jo 

1 0 0 3 4 J 4 (r>m%mm\^-^ y Kfi. i« 

im2 2\z.UWL\.t^^b\zL. ^K^4*Fp^SSr^^LTiEalO 

ox.wTxmwimwim^fx.xf^^-h^w^h'r^m^ 

[0 0 3 51 *il^p.^^-iov^Ta>^t:g*^^^/v^:^/^e7 
> y x^: i^^-r a R3sai±ii ^ ^ 5 r ^ 20 

[0 0 3 61 *^P>^t7)^{bi*jitC/<yU'^yNr:7ir>'/^ 
XSrl**-r ^5 S!*^^ttJS ^^-^ ^ It/ce^lSjL?^*-- 

K(;i:j5V^-CI^. IS*:S2 3 (CfEg^ L/c J: 5 (C^ibS^g 
<oa^b@^PS#a#He^* ;55^rUT* 2 0 0 O e i^±-efe 
^Z.ttm^\^\^\ ^)tli54t«2 4tC|E«U;tJ:^IC. 

^m:^H c tmm^mti^±mizx^m^m^m^^:}sn so 

10 0 3 71 ^fc^^P^co^^bS^gtci^^/u^/^^^ifV 
-^5/ K(:::fc^v^T^l. iS*Jl2 S^clEttLfcJ: ptcSUIS- 
C o ^^g^TC^ t LT-^tf b i - c r y s t a 1 «3t^ 

[0 0 3 81 '^fc:*:^P^c7)^{bg*il(C/VU>:^/^^7-fe'>'40 
y ^ XSr^5fet-^S5*ai4S^^^^iJ:fcKm}&^yLa;^ 

§ i mj|B^{b®^S(Oi^jbcoiS]# Srir&itSf $^^5 w 

[0 0 3 91 ±it!L/cJ: ptd. :^^m<DMR^v^ 

[0 0 4 01 
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[00 4 11 i^mm 1 ) 011::^ Lfzm^^mmm^ 

[00421 AI2O3 - Ti CS« 1 _b(C 2 n mm<D 
N i 80F e20^^^^^>— /i-K^2c^^J^<t yl- K5>S*J 
>^c2-fe:;^§:^To/cm. :yXM3tOA I2 O3 

80P t 2o(5nm) /R u (lnni)/C 090F e loOnm) /C 
u(3nra) /C090F eioOnm) /T a (5nm) (DMRj^^ 

[0 0 4 3] Ct^MRJKtC^olNT. C o 80 P t 20 (5nm) 
/Rudnm) /C 090F eio(3nm)(l'^iX'Ftl.. 

ii A 1 1 y^^^m 1 2 y^mitm bi s^^hfji ^mitm 

So ti.x±T<o^m^m\^5,^t&ii^iiC^»:f^'^'r^ 

x^\cRum(omm-^^m'^^tix\^^^, rco^^si 2 

[0 0 4 41 ::.(D^o^j:mmmm(Dm^tmmmi:^-r^ 

^b@«^ (Dmit<D^m w (c ^ L T ^ o 
[0 0 4 5] ^U6^^^ov^T. k IIr*^i^^aJ^#;el^/J^$ 

<> fl^^bH^®<0#gO^Ybfi^^<^:A/^'K;5^^^u^755. ^ 

5a#Hez* ^/bf^Hex'*aJi-c(^a>fb®«S<7:)«Yb?55 
;^t<lb#. «l^;65Hs tcig-t-^iVT-^>fbfif5f^lS?a{c 

(0 0 4 61 MRlK^ii^oV^T. Hex* OMfi 2 0 0 O e 

^^m^xi^m-r^ :zti}^x^^o 

[0 0 4 7] ■tfj:t>ib. a<bSfeSt5S«tt)lB(^xfc:- 

wvu:/^^ LTlbf^L. iE^^K<*co^^t:i/Si:fc^>fb 
e^goa>fblHl^{cii9. Si^ttilB i:(Da{b<^fn]§^il 
^m-^T^^bLT. :^^?:cSgtiE{b;6S#?5tL5o 

[0 0 4 81 MRMc7)Hex* 2 0 O O e (CSSfcT^c 

V^^^lt. ^^^b@«g(ij^<*:0^^7:e^(7)J^^S^g{tT 

[0 0 4 91 *ll^6fi?y{C*5^.^T^i. Hex* (Dmi^4 0 0 

0 e Xhr^fZo 

[0 0 5 01 ^T. 9(^LTj^i^bfcMRJ^3 

1 ^:7>f h^y^>^if':fu±:^:^s^xy<i^ — :ymf&^n 

ffif^MT;^® 5 tTa/Cu/Ta^oy — KSSr 

m^mxm^\.xhx\^\ 

[00 5 11 ^(om^. R^mi^mia^N i Mn. p t 

Mn. I rMn. RhMn. CrMnP t/^ifT^^feK)^ 
3i83ittg[w(iN iFe. CoFe. CoNi. NiFe 
C o F e . N i ifdSfe I? , Rmmmm<D^^^<-f T >^ 
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[0 0 5 2] CoPt. c 

oCr. Co P t c r /^if^sfo^^ ;it^a;^;^>5M^ 

[0 0 5 31 *^J£0ijT^(i:^/<^r>^^ 5(C, C 090F 
eio(5nm) /-P t soMnsoOOnm) ^ffll^/tp 
[0 0 5 41 ^e>{c. ^^>y:fm 10 

*S:&fS]. 1 0«:&f6](C 5 k O e OBS^SrSlJD LT 

2 7 or. 3B$rBl0^^^^fTo/Co 

K® (ABS®) {cmm^j::^\^. fiP^El 
1 o^®(^^ii:/jr:*-ffe]ic 5 k o e (om^^^iju i^xm^t 

mmi^m^^icxnofz^ 

[0 0 5 6 1 JW±cD[>^-/nX^(7>^{C, 

[0 0 5 71 ^VNTHJfe^y 1 t CDJt«Ofca5tC, 1^ 8 <D 

[0 0 5 81 tt^m<DMRm t LT. T a (5nm) /N i 
8oFe2o(7nDi) /C o 90F e io(l. 5nm) /Cu(3nm) 

/C 090F e io(2nm) / I r22Mn78(7nm) /T a (5 
nm)^^|gLT>^l/^fCo S^^+^M I r22Mn78ioOT 30 
Bfi^i?Sr®J^LT 2 5 OX:(CiS::^L. Ty<-/hi^^>^ 

[0 0 5 91 f5^Syn-fe^tj:;^-f yi^m:^[^(D5 
kOeO^#4'T*TB#ffl(Z)rag2 5 O^T^S^fflOi* 

[0 0 6 01 mmmi t]t^m<oMR-^y ki^kl/c^ 

^AtT xm^<^ <t'(DEg (^^^-r 5 ftm^t-^pf-r ^ ^^ttici 
h*(om^i^. Bm^\cxox\i'>^Rm(oh'7yj\-^^ 
fz. ^mmx\'xmitmmm(Dmm\^R^mi^mi^x-::>x 

M*iiSrg:«ts;6^ ^^m<Dmmmixnmitmmm<Dm 

^^a^^m^mti-^'r^^mtiyb^^m^i.xi^^^tzi^. x 

[0 0 6 1 1 ti:i^mmmix{'X. mitsmmisxrjmitso 
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^m\^^fzmi:m^i>rK ^^micm\^^^mitmitcoF 

i F e-a-:^®. N i F e Co^^m. fo^VMiC o F e 

[0 0 6 21 mmm 2) m2 (om^^mmmx^ vtz 

[00631 AI2O3 *Ti CStS 1 -h{C 2 mjSc^ 
N i 80F e2otm^iy^—/i^ K1K2 Sr^jKLTV— K5> 
fijrnir;^^?To;rcm. .y 3 A 1 2 O3 

udnm) /Cudnm) /T a (Snm) /CogoFeioOn 
m) /Cu(3nm) /C o 90F e loOnm) /G r (inm) / 
C O80P t 2o(5nin) /T a (5nni) ^r^^LfCo 
[0 0 6 41 ^<^MR|g{C^oV^T. C o 9oF e io(3nm) 
/C r (Inm) /CosoP t 2o(5nm) ^;h.^*n. ^SStt 
SB 1 S/B-^m 1 2/5SS^tt® A 1 1 :6^hfj:^mtm 

^jtmmmi tmmxh^o 2m<D^mi±m(om{t<Di^ 
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(54) MAGNETORESISTANCE EFFECT HEAD 
(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a magneto resistance effect 
head, In which the magnetization fixing process of a magnetization fixing 
layer is easy and the fixing of the magnetization is constant in a 



magneto resistance effect head in which a giant magnetoresistance 
effect is used. 

SOLUTION: In a magnetoresistance effect head in which a huge 
magnetoresistance effect having at least one pair of a magnetization 
fixing layer 16 and a magnetization free layer 15 which are arranged 
with a nonmagnetic intermediate layer is used, the limiting magnetic 
field of the magnetization fixing of the magnetization fixing layer 16 is 
made equal to or larger than 200 Oe by antiferromagnetically coupling 
one pair of ferromagnetic layers 11,13 whose compositions, and the 
coercive forces are different with each other with a coupling layer 12 in 
the magnetization fixing layer 16. 
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* NOTICES * 
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IThis document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[The technical field to which invention belongs] this invention relates to the magnetoresistance-effect head used for 

a magnetic disk unit 

[0002] 

[Description of the Prior Art] Roles with the main MR head which used the magnetoresistance-effect (MR effect) 
element for the head reproduction section are played in the densification of magnetic recording, and the MR head 
which used for the reproduction section the huge magnetoresistance-effect (OMR effect) element which raised the 
sensitivity of the MR effect element sharply for realizing high density further from now on Is needed for it. 
[0003] As the conventional shielded type MR head using the GMR effect is shown in drawing 8 . on the substrate 1 
which consists of aluminum 203. TIC. etc., the bottom magnetic-shielding layer 2 which consists of soft~magnetism 
films, such as a permalloy, is formed. On this magnetic-shielding layer, the MR film 4 (spin bulb) is through the 
insulator layer 3 which constitutes a reproduction magnetic gap. There are the so-called magnetization free layer 15 
which carries out magnetization rotation according to a signal magnetic field, an interlayer 14, and a magnetization 
fixing layer 1 6 in MR film, and magnetization has fixed the magnetization fixing layer 16 by the antiferromagnetism 
layer 17. And the vertical bias film 5 of couples, such as GoPt, which generates a bias magnetic field on both sides of 
MR film in order to form magnetization of the magnetization free layer 15 into a single magnetic domain, and lead 6 
are arranged, and the magnetoresistance-effect element (it is hereafter described as MR element) 7 of an APATTO 
junction method is constituted. The insulator layer 8 which constitutes a reproduction magnetic gap further, and the 
upper niagnetic shielding 9 are arranged at the MR element 7. In such a shielded type MR head, detection of a signal 
magnetic field passes sense current to the lead 6 of a couple, and is performed by measuring resistance change of 
the film accompanying change of the average magnetization direction of the MR film 5. 

[0004] Conventionally, as for MR film using the GMR element the spin bulb film is used, and the basic composition is 
a magnetization free layer / nonmagnetic interiayer / magnetization fixing layer. The laminating of the 
antiferromagnetism layer is carried out to this magnetization fixing layer, and it has become a magnetization freedom 
layer / nonmagnetic interiayer / magnetization fixing layer / antiferromagnetism layer, and fixing of magnetization is 
made when a magnetization fixing layer carries out switched connection through an interface with an 
antiferromagnetism layer. 

[0005] In MR film using the GMR element, in order to secure the alignment response field of magnetization of a 
magnetization fr-ee layer. It is necessary to make magnetization of a magnetization free layer in case there is no 
magnetic field, and magnetization of a magnetization fixing layer Into an abbreviation right angle. For that, a heat 
treatment process is used. If an example of this heat treatment process is shown, after giving an induced magnetic 
anisotropy to a magnetization free layer and a magnetic-shielding layer near 250 degree 0. applying a magnetic field, 
the 90 degrees of the directions of a magnetic field are rotated to a GMR film, and it cools towards the 
magnetization fixing direction of a magnetization fixing layer By magnetizing a hard magnetism layer In the 
magnetization free layer after heat treatment, a bias magnetic field Is given and generating of a Barkhausen noise is 
suppressed. 

[0006] However, in MR film and the MR head using the above-mentioned GMR element, if the blocking temperature 
(it IS hereafter described as TB) of an antiferromagnetism layer is highly designed in order to raise the stability of a 
magnetization fixing layer, although the stability of a magnetization fixing layer increases, hot heat treatment will be 
needed for fixing of the magnetization fixed bed. consequently the induced-magnetic-anisotropy grant to a 
magnetization free layer or a magnetic-shielding layer will become Inadequate. 

[0007] On the other hand, if TB is set up low, since the induced-magnetic-anisotropy grant to a magnetization free 
layer or a magnetic-shielding layer does not have the enough stability of a magnetization fixing layer of what is made, 
to the more than temperature rise at the time of operation of a head, for example, 100 degrees C, fixing of 
magnetization will be lost and the output of a head wilt decline. 

[0008] Moreover, the problem that the flux reversal of the magnetization fixing layer by the low and static electricity. 
I.e.. pin reversal, will arise also has TB. and this affects the manufacture yield in manufacture of an element, or the 
assembly of a disk drive. Thus, with the conventional composition, difficulty was in the setup of TB. 
[0009] On the other hand, the GMR film composition which fonms a magnetization fixing layer in a hard magnetism 
layer directly, and the GMR film composition which fixes a magnetization fixing layer In a hard magnetism layer are 
already known. By carrying out like this, heat treatment can perform induced-magnetic-anisotropy grant of a 
magnetization fi'ee layer or a magnetic-shielding layer, and a magnetization fixing layer can be fixed by magnetization 
at a room temperature. However, with such composition, since the leakage magnetic field from a hard magnetism 
layer becomes large, unless a bias point setup is difficult and moreover enlarges coercive force of a hard magnetism 
layer like the time of using the antiferromagnetic substance, a record magnetic field ****** fixing layer moves, and 
an output does not come out 
[0010] 

[Problem(s) to be Solved by the Invention] As mentioned above, if it depends for the stability of the magnetization 
fixing layer of MR film using the GMR element on TB of an antiferromagnetism layer greatly and TB is designed 
highly, although the stability of a magnetization fixing layer increases, elevated-temperature heat treatment of an 
antifen-omagnetism layer will be needed, and the magnetic-anisotropy grant of a shield layer or a magnetization free 
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layer by heat treatment will become difficult. On the other hand, although anisotropy grant of a shield layer or a 
magnetization free layer will become easy if TB is designed low, since the stability of a magnetization fixing layer 
ains short, it becomes the cause of the fall of a head output, or a fall of the head manufacture yield. 
[001 1] this invention copes with the trouble of such the conventional technology, and is made, and it is strong and it 
aims at offering the magnetoresistance-effect head which does not cause the manufacture yield fall by static 
electricity generating to static electricity, without the magnetic-anisotropy grant by heat treatment of the 
magnetization free layer of MR film using the GMR element producing an excessive bias magnetic field in a 
magnetization free layer, and making a setup of the bias point difficult easily. 
[0012] 

[Means for Solving the Problem] As indicated to the claim 1 . the 1 st magnetoresistance-effect head of this invention 
In the magnetoresistance-effect head using the huge magnetization resistance effect film which has been arranged 
through a nonmagnetic interiayer and which has the magnetization fixing layer and magnetization free layer of a 
couple at least It comes to carry out antiferromagnetism combination of the ferromagnetic layer of the couple from 
which coercive force differs through a binder course, and the aforementioned magnetization fixing layer is 
magnetization fixing marginal magnetic field Hex* of the aforementioned magnetization fixing layer. It is the 
magnetoresistance-effect head characterized by the bird clapper, being used as 200 or more Oes at a room 
temperature. 

[0013] The typical cross section of a magnetoresistance-effect head showing the gestalt of 1 operation of this 
invention is shown in drawing 1 . The nonmagnetic insulator layer in which a substrate, and 2 and 9 form magnetic 
shielding in, and, as for 3 and 8, a sign 1 forms a magnetic gap in drawing 1 , 4 is MR film and 5 is a vertical bias 
layer. The laminating or hard magnetism layer of a ferromagnetic layer and an antiferromagnetism layer. For the 
binder course to which in 6 MR element and 1 1 carry out the ferromagnetic layer A. and, as for 12, a lead and 7 
carry out antiferromagnetism combination of the ferromagnetic layer A and the ferromagnetic layer B, and 13, as for 
an interiayer and 15. the ferromagnetic layer B and 14 are [ a magnetization free layer and 16 ] magnetization fixing 
layers. Although not elsewhere shown in drawing, it is desirable to prepare ground films, such as Ta, in the middle of 
the ferromagnetic layer Al 1 and the magnetic cap 3. and it is desirable to prepare protective coats, such as Ta on 
the magnetization free layer 15.. 

[0014] In the composition of this invention, the ferromagnetic All and ferromagnetic B13 of a couple which carried 
out antiferromagnetism combination are used for the magnetization fixing layer, and the magnetization in the 
magnetization fixing layer 16 is fixed by the coercive force of these ferromagnetics, and antiferromagnetism 
combination. For this reason, unlike what the ferromagnetic has fixed by combination with the antiferromagnetic 
substance, fixing of a magnetization fixing layer can be performed by impressing a magnetic field at a room 
temperature, and can be performed easily. For this reason, as a heat treatment process, since what is necessary is 
to just be aimed only at a magnetization fi^ee layer and a magnetic-shielding layer, condition selection becomes very 
easy compared with the former. 

[0015] It sets to this invention and is magnetization fixing marginal magnetic field Hex*. When decreasing it after 
raising the magnetic field strength impressed to MR film until magnetization once reaches saturation mostly as 
shown in drawing 6 . the value of the magnetic field of the limitation which fixes in magnetization of a magnetization 
fixing layer and is lost in resistance change is expressed, and this is carried out as the magnetization fixing marginal 
magnetic field of a magnetization fixing layer 

[0016] And it is magnetization fixing marginal magnetic field Hex* by controlling the value of the balance of 
antiferromagnetism combination of the ferromagnetic layer of the couple of a magnetization fixing layer, or the 
coercive force of a ferromagnetic layer by the above-mentioned composition in this invention. It can be set as 200 
or more Oes, and a stable magnetization fixing layer can be constituted. 

[001 7] Since a material maintainable to temperature with the coercive force of the ferromagnetic layer of a 
magnetization fixing layer higher than the blocking temperature of the conventional antiferromagnetic substance can 
be chosen according to this Invention, it is stronger than before to static electricity, and can be made what pin 
reversal does not produce. 

[0018] Moreover, since the magnetization fixing layer consists of ferromagnetic layers of the couple which carried 

fj^^^^^^^^snetlsm combination and mutual magnetization can be negated mutually, it can prevent the magnetic 
field from a magnetization fixing layer attaining to a magnetization free layer, and giving an unnecessary bias 
magnetic field. For this reason, the bias point design of a head becomes easy. 

[0019] In the magnetoresistance-effect head of this invention, composition differs mutually and the ferromagnetic 
layer of the couple which forms a magnetization fixing layer and which comes to carry out antiferromagnetism 
combination can be constituted, as indicated to the claim 2. 

[0020] In the magnetoresistance-effect head of this invention, as indicated to the claim 3. even if there are few 
metals which make Co a principal component metals which make Fe a principal component, or metal layers which 
make nickel a principal component as one [ at least ] magnetic layer of the magnetic layer of the couple which forms 
a magnetization fixing layer, any one sort of metal layers can be used. And as indicated to the claim 4, the metal 
layer which contains Co more than 50 atom %, and contains at least one sort chosen from the element of Pt. Cr. and 
Ta as remaining components can be used preferably. 

?^n)i^? ^ metal which makes Above Co a principal component the metal which made the principal component Cox 
A 100-x (at least one sort which is x>=50. and by which A was chosen fi-om the element of Pt Sm. Ce. La. Y. Fe. Cr, 
V, Ti. Ta. W. Zr, Nb, Hf. Mo, aluminum, and nickel here), for example can be mentioned. Moreover as a metal which 
makes Above Fe a principal component the metal which made the principal component Fex A 100-x (at least one 
sort which is x>-50, and by which A was chosen from the element of Co, Cr, Pt nickel, Y, V. Ti, Ta, W, Zr, Nb. Hf, Mo. 
and aluminum here), for example can be mentioned Moreover in the magnetoresistance-effect head of this 
invention, the oxide ferromagnetic indicated to the claim 5 or the nitride ferromagnetic indicated to the claim 6 can 
be used as a ferromagnetic of the magnetic layer of the couple which forms a magnetization fixing layer 
[0022] As such an oxide ferromagnetic, it is chemical formula MO-X 203 (it Fe(s) X here). At least one sort and M 
which are chosen from Co. Mn. and Cr Mn. Fe. Co, There are a spinel ferrite shown by at least one sort chosen from 
nickel. Cu, Zn, and Mg and a magnetoplumbite type ferrite shown by chemical formula ZO-Fe 203 (at least one sort 
by which Z is chosen from Ba, Sr. calcium, and Pb here). Moreover, as a nitride ferromagnetic, various kinds of 
nitride ferromagnetics, such as a compound which contains boron in nitriding iron, or nitriding cobalt and nitriding 
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iron, can be used. 

[0023] As indicated to the claim 7, the 2nd nnagnetoresistance-effect head of this invention In the 
magnetoresistance-effect head using the huge magnetization resistance effect film which has been arranged through 
a nonmagnetic interlayer and which has the magnetization fixing layer and magnetization free layer of a couple at 
least The monostromatic which the aforementioned magnetization fixing layer consists of a ferromagnetic layer of 
the couple which carried out antiferromagnetism combination through the binder course, and is chosen from the 
ferromagnetic layer of the aforementioned couple It is the magnetoresistance-effect head characterized by being 
the hard magnetic film which has the bi-crystal structure which is formed on a crystalline metal substrate and 
contains Co as a composition element. 

[0024] Since bi-crystal structure is the structure where sub crystal grain exists in the main crystal grain, in this 
invention, and c axis exists in a field, and the c axis of sub crystal grain has become about 90 degrees mutually and 
sub crystal grain functions as a magnetic particle unit, high coercive force can be obtained in the bi-crystal 
structure of Co system magnetic film. 

[0025] As indicated to the claim 1 1, the crystalline metal-substrate film of the hard magnetic film which has the 
bi-crystal structure which contains Co as a composition element in the magnetoresistance-effect head of this 
invention The thing containing at least one sort of elements chosen fi^om the element of Cr, V, Ti, Ta, W. Zr, Nb. Hf, 
Mo, and aluminum is desirable, and as indicated to the claim 12, that to which the body center cubic crystal is 
carrying out the crystalline metal-substrate film abbreviation <200> orientation is used preferably. And as indicated 
to claims 8 and 9, between a crystalline metal-substrate film and a nonmetallic ground, it has an amorphous layer or 
a mixing layer, a crystalline metal-substrate film is formed, and its bird clapper is desirable. 

[0026] In the magnetoresistance-effect head of this invention, as a nonmetallic ground for forming the crystalline 
metal-substrate film of the hard magnetic film which has the bi-crystal structure which contains Co as a 
composition element as indicated to the claim 10. the oxide or nitride containing aluminum is used preferably. 
[0027] As indicated to the claim 13. the 3rd magnetoresistance-effect head of this invention In the 
magnetoresistance-effect head using the huge magnetization resistance effect film which has been arranged through 
a nonmagnetic interlayer and which has the magnetization fixing layer and magnetization free layer of a couple at 
least The aforementioned magnetization fixing layer has the ferromagnetic layer of the couple which comes to carry 
out antiferromagnetism combination through a binder course, to the monostromatic of the ferromagnetic layer of the 
aforementioned couple The oxide layer which makes a principal component at least one sort of elements among 
nickel. Co. and Fe. The laminating of at least one sort of coercive force increase layers chosen from the metal layer 
containing Mn and the metal layer which makes Cr a principal component is carried out, and it comes to consider as 
a laminated structure, the ratio of the coercive force He in the ferromagnetic layer which has the aforementioned 
laminated structure, and the exchange bias magnetic field in this ferromagnetic layer by the aforementioned coercive 
force increase layer — He/Hex It is the magnetoresistance-effect head which is set up more greatly than 1 and is 
characterized by the bird clapper including the case where the exchange bias magnetic field Hex is substantially set 
to Hex=0. 

[0028] In this invention, a magnetization fixing layer can be further stabilized by carrying out the laminating of the 
layer which has the effect of increasing coercive force, i.e., the coercive force increase layer, to the ferromagnetic 
layer of the couple which comes to carry out antiferromagnetism combination. 

[0029] As indicated to the claim 14, thickness as the aforementioned coercive force increase layer in the 
magnetoresistance-effect head of this invention NiO 20nm or less, As at least one sort chosen from the cascade 
screen of CoO, and NiO and CoO was indicated to the layer made into a principal component, and the claim 15 The 
layer which makes a principal component Zx Mn 100-x (at least one sort by which Z is chosen from the element of 
nickel. Pt and Pd here) is used preferably, and it is Zx Mn 100-x. Layer thickness is 15nm or less preferably as 
indicated to the claim 1 6. 

[0030] Moreover, as indicated to the claim 17, the layer which makes a principal component AX MnlOO-X (at least 
one sort by which 40 or less [ 0 or more ] and A are chosen for x from the element of Ir, Fe, Rh. Ru, Pt. Pd, and 
nickel here) is preferably used as a coercive force increase layer of this invention. And the desirable thickness is 
5nm or less, as indicated to the claim 18. 

[0031] Moreover, as indicated to the claim 19, thickness is alpha-Fe 203 20nm or less as a coercive force increase 
layer of this invention. The layer made into a principal component is used preferably. 

[0032] As are furthermore indicated to the claim 20. and Cr alloy layer was used preferably and the desirable 
thickness was indicated to the claim 21 as a coercive force increase layer of this invention, it is 20nm or less. 
[0033] As a Cr alloy used as a coercive force increase layer of this invention, the thing containing at least one sort 
of elements of aluminum. Mn, Cu, Pt. Pd, Ag, Au. Ir. Rh. Ru. V. Fe. Co. nickel. Ga. and In can be used. 
[0034] As indicated to the claim 22, the 4th magnetoresistance-effect head of this invention In the 
magnetoresistance-effect head using the huge magnetization resistance effect film which has been arranged through 
a nonmagnetic interiayer and which has the magnetization fixing layer and magnetization free layer of a couple at 
least It comes to arrange the vertical bias layer using the antiferromagnetism layer which removes a Barkhausen 
noise in the aforementioned magnetization free layer to the ends of the width of recording track. The aforementioned 
magnetization fixing layer is a magnetoresistance-effect head which it consists of a ferromagnetic layer of the 
couple which comes to carry out antiferromagnetism combination through a binder course, and magnetization fixes 
below 200 degrees C. and is characterized by the bird clapper 

[0035] Simultaneously with stabilization of the output by stabilization of a magnetization fixing layer, low 
noise-ization can be carried out by combining the antiferromagnetism layer which removes a Barkhausen noise in a 
magnetization free layer in the invention in this application. 

[0036] As the magnetoresistance-effect head which combined with the magnetization free layer of this invention the 
antiferromagnetism layer which removes a Barkhausen noise was indicated to the claim 23, it is magnetization fixing 
marginal magnetic field Hex* of a magnetization fixing layer It is desirable that they are 200 or more Oes at a room 
temperature, moreover, it indicated to the claim 24 — as — the ferromagnetic layer of the couple of a magnetization 
fixing layer much more — being alike — the ratio of the coercive force He of the ferromagnetic layer to which 
the coercive force increase layer could be prepared and the laminating of the magnetization fixing layer was carried 
out and the exchange bias magnetic field in this ferromagnetic layer by the aforementioned coercive force increase 
layer it is desirable that He/Hex is set up including the case where the exchange bias magnetic field Hex is 
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substantially set to Hex=0, more greatly 

[0037] Moreover, in the magnetoresistance-effect head which combined with the magnetization free layer of this 
invention the antiferromagnetism layer which removes a Barkhausen noise, it is desirable that it is the hard magnetic 
film which has the bi-crystat structure which the monostromatic of the ferromagnetic layer of the aforementioned 
couple is formed on a crystalline ground as indicated to the claim 25, and contains Co as a composition element. 
[0038] Moreover, in the magnetoresistance-effect head which combined with the magnetization free layer of this 
invention the antifen^omagnetism layer which removes a Barkhausen noise, sensitivity can be raised by carrying out 
the abbreviation rectangular cross of the sense of magnetization of the aforementioned magnetization free layer and 
the aforementioned magnetization fixing layer, as indicated to the claim 26. 

[0039] As mentioned above, since the magnetization fixing layer of the MR head of this invention consists of a 
ferromagnetic layer of the couple from which the coercive force which carried out antiferromagnetism combination 
differs, the magnetization direction fixes it stably. 
[0040] 

[Embodiments of the Invention] The gestalt of operation of the invention in this application is explained in detail 
based on an example below. 

[0041] (Example 1) The magnetoresistance-effect head which has the typical cross section shown in drawing 1 was 
produced. 

[0042] After performing nickel80Fe20 of 2-micrometer **, membrane fonmation of the magnetic-shielding film 2, and 
a shield division process on aluminum2 03 and the TiC substrate 1, aluminum 203 of the gap film 3 Membranes are 
formed according to the usual membrane formation process, this ground is used, and they are Co80Pt20 
(5nm)/Ru(lnm)/Co90Fe10 (3nm)/Cu (3nm)/Co90Fe10 (3nm) / Ta (5nm). MR film was formed 

[0043] In this MR film, Co80Pt20 (5nm)/Ru (1nm)/Co90Fe10 (3nm) is a magnetization fixing layer which consists of 
ferromagnetic layer All / a 12/ferromagnetism layer B13 of binder courses, respectively, and up-and-down 
ferromagnetic layers differ in composition and coercive force. And the thickness of Ru layer is set up so that 
switched connection of the up-and-down ferromagnetic layer may be carried out in antiferromagnetism. Not only Ru 
but Cr, Rh, Ir, etc. can be used for this binder course 12. 

[0044] If change by the magnetic field of resistance is measured about the above-mentioned MR film 4 which has 
the magnetization fixing layer of such a laminated structure, the curve which shows the relation between the 
magnetic field of drawing 6 and resistance will be obtained. In addition, the state of magnetization of the 
magnetization free layer in each part on a curve and a magnetization fixing layer is typically shown in drawing 6 . 
[0045] although an external magnetic field is small and magnetization of each class of a magnetization fixing layer 
hardly moves by I and II in drawing 6 — a certain magnetic field Hex* or — more than Hex'* — magnetization of a 
magnetization fixing layer — large — moving — a magnetic field — HS Magnetization reaches saturation mostly in 
ly to attain. And Hex'* and Hex* A big hysteresis occurs in the magnetic field which exceeds. 
[0046] It sets on MR film and is Hex*. A value can be used in the field which does not have a hysteresis as an MR 
head, if it is set as 200 or more Oes. 

[0047] That is. a magnetization free layer and the ferromagnetic layer B operate as a spin bulb film, the sense [ layer 
/ ferromagnetic / B ] of magnetization changes even to parallel, and a big resistance change is obtained by the 
magnetization rotation of a magnetization free layer according to the magnetic field of a record medium. 
[0048] Hex* of MR film When a value does not fulfill 200Oe(s), a magnetization fixing layer is influenced of the 
magnetic field of a medium etc.. and has a possibility that stability may run short 
[0049] It sets to this example and is Hex*. Values were 400Oe(s). 

[0050] Now, pattern formation was performed for the MR film 31 which formed membranes as mentioned above 
through the photo etching process, the lead 6 of the vertical bias layer 5, Ta/Cu/Ta, etc. was formed, and the 
ABATTO junction was formed This vertical bias layer 5 may consist of hard magnetism layers besides the laminating 
of an antiferromagnetism film and a ferromagnetic. 

[0051] In this case, there are NiMn, PtMn. IrMn, RhMn, CrMnPt, etc. in an antiferromagnetism film, there are NiFe. 
CoFe. CoNi, NiFeCoFe, nickel, etc. in a ferromagnetic layer, on the exchange bias of an antiferromagnetism film, 
magnetization fixing is carried out and a ferromagnetic layer is made hard In addition, a ferromagnetic layer has a 
desirable material of the same saturation magnetization as a magnetization free layer in order to avoid the 
Barkhausen noise by the discontinuity of magnetization. 

[0052] In using a hard magnetism layer, there are CoPt. CoCr. CoPtCr. etc. Since big coercive force is desirable, it is 
desirable to use Cr layer as a ground layer, for example. 

[0053] In this example, Co90Fe10 (5nm) / Pt50Mn50 (30nm) was used for the vertical bias layer 5. 
[0054] Furthermore, as shown in drawing 1 , after forming the gap layer 8 and the shield layer 9 and usually 
considering as MR head structure according to a process, for stabilization of the magnetization free layer of MR film, 
a magnetic-shielding layer, and a vertical bias layer, the magnetic field of 5kOe(s) was impressed to the direction of 
the head width of recording track, i.e., the longitudinal direction of drawing 1 , and 270 degrees C and heat treatment 
of 3 hours were performed. Next, the magnetic field of 5kOe(s) was impressed in the direction, i.e.. the direction 
perpendicular to the space of drawing 1 . perpendicular to a magnetic disk and the head side (ABS side) which 
counters, and the magnetization fixing layer was magnetized. 

[0055] Although fixing temperature can be performed below 200 degrees C. low temperature is desirable as much as 
possible. At this example, magnetization was fixed at the room temperature. 

[0056] The magnetic head was produced by cutting a wafer, grinding a ABS side and slider-izing after the above 
wafer process. 

[0057] Then, the head of example ** of comparison with an example 1 which has the conventional membrane 
structure of drawing 8 for comparison was produced. 

[0058] As a MR layer of the example of comparison, they are Ta (5nm)/nickel80Fe20 (7nm)/Co90FelO (1.5nm) / Cu 
{3nm). /Co90Fe10 (2nm) / Ir22Mn78 (7nm) / Ta (5nm) was formed and used. TB of antiferromagnetism film 
Ir22Mn7810 controlled thickness, set it as 250 degrees C, and fonmed the APATTO junction. 

[0059] The heat treatment process was cooled to the room temperature towards the perpendicular direction to the 
field which performs maintenance of 3 hours at the temperature of 250 degrees C near TB first in the magnetic field 
of 5kOe(s) of the direction of the width of recording track, and counters through the sense of a magnetic field after 
that. The magnetic field was impressed in the direction of the width of recording track at the room temperature after 
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heat treatment, and PtMn which is the vertical bias layer 5 was magnetized. 

[0060] As a result of an example 1 and the example of comparison carrying out MR head comparison, for an example 
1. it is private seal ** to excel in the stability over static electricity generated in the cases, such as the magnetic 
head and an assembly process of a magnetic disk drive. That is. although the trouble of pin reversal was accepted by 
static electricity in the case of the MR head of the conventional type of the example 1 of comparison, pin reversal 
was not generated in the example 1. Although fixing of a magnetization fixing layer is made by the antiferromagnetism 
layer and the stability over a temperature rise receives restrictions by TB in the example of comparison, since a 
ferromagnetic layer or the coercive force which it has is participating in fixing of a magnetization fixing layer, stability 
can be maintained to higher temperature in the example 1 of this invention. 

[0061] In addition, in the example 1, the CoFe alloy layer was used as a ferromagnetic layer B of a magnetization 
free layer and a magnetization fixing layer. Moreover, although the following examples also describe the example 
using the CoFe alloy layer in order to avoid the magnetic layer used for this invention is not limited to a CoFe 

alloy layer, and various composition, such as Co layer, a NiFe alloy layer, a NiFeCo alloy layer, or a laminating of 
CoFe/NiFe, is possible for it. 

[0062] (Example 2) The magnetoresistance-effect head which has the structure shown with the typical cross 
section of drawing 2 was produced. 

[0063] After forming nickeI80Fe20 and the magnetic^shieldrng film 2 of 2-micrometer ** and performing a shield 
division process on aluminum2 03 and the TiC substrate 1, aluminum 203 of the gap film 3 Membranes are formed 
according to the usual membrane formation process. This ground is used and they are Au (1nm)/Cu (1nm)/Ta 
(5nm)/Co90Fel0 (3nm)/Cu (3nm)/Co90Fel0 (3nm)/Cr (1nm)/Co80Pt20 (5nm) / Ta (5nm). Membranes were formed. 

[0064] In this MR film, respectively. Co90Fe10 (3nm)/Cr (lnm)/Co80Pt20 (5nm) is a magnetization fixing layer which 
consists of ferromagnetic layer Bl 3 / a 1 2/ferromagnetism layer A1 1 of binder courses, and that of the point that 
up-and-down ferromagnetic layers differ in composition and coercive force is the same as that of an example 1. Cr 
** is set up so that the sense of magnetization of a two-layer ferromagnetic layer may carry out antiferromagnetism 
combination through Cr. Ru. Rh, Ir, etc. besides Cr can be used for this binder course 1 2. 

[0065] In this example, the coercive force of the ferromagnetic layer Al 1 is 80Oe(s). and it is Hex* of MR film 
320Oe(s) were obtained as a value and stability was secured. 

[0066] The same process as an example was performed to this MR film, the magnetic head was produced, and the 
same result as an example 1 was obtained. 

[0067] From this result when the magnetization fixed bed was prepared in the upper layer, it was checked every 
topspin bulb structure, i.e.. a top. that the same result as the bottom spin bulb structure at the time of preparing in a 
lower layer also in structure is obtained. Moreover, it was checked that it is effective also in the dual spin bulb 
structure where the upper layer and the lower layer were doubled from this. 

[0068] (Example 3) Compared with MR film of an example 1, it is the magnetization fixed bed of MR layer. The 
thickness ratio of ferromagnetic layer Al 1 / 1 2/ferromagnetism layer 813 of binder courses is changed and it is 
Co80Pt20 (5nm)/Ru (lnm)/Co90Fe10 (2.5nm). Co80Pt20 (5nm)/Ru (lnm)/Co90FelO (4nm) They could be two kinds. 
By carrying out like this, the value of the saturation magnetization x thickness of the ferromagnetic layer Al 1 and 
the value of the saturation magnetization x thickness of the ferromagnetic layer B13 were not made equal, but were 
changed for a while. 

[0069] Consequently, the coercive force of the ferromagnetic layer All is set to 100, and is Hex*. The value was 
set to 300Oe(s), and although it was with the somewhat small value compared with the case of an example 1, it was 
shown that stability is secured as a MR film for magnetoresistance-effect heads. 

[0070] Thus, although the value of the saturation magnetization x thickness of the ferromagnetic film of the couple 
in a magnetization fixing layer which carried out antiferromagnetism combination may be made equal, you may make 
it differ for a while. 

[0071] By increasing the saturation magnetization x thickness of the ferromagnetic layer B13 especially, the design 
of the bias point can be optimized by passing in the direction in which the ferromagnetic layer All stabilizes MR 
sense current to the magnetic field by current, 

[0072] (Examples 4-12) It considers as form of preparing the magnetization fixed bed in the side near every bottom, 
i.e.. a substrate, as well as an example 1. and the result of the examples 4-12 using Co alloy film as a ferromagnetic 
layer Al 1 is shown. 
[Table 1] 
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1 1 mmmA 


12 mmi& 


13 SftttttHB 


O e 




4 


Co76Crl3Ptl2 


Ru 


Co90FelO 


12 0 


4 0 0 


5 


Co75C r 1 3Tal 2 


Ru 


Co90FelO 


15 0 


3 8 0 


6 


Co75C r 1 3Pt 4Ta8 


Ru 


Co90FelO 


110 


3 10 


7 


C 0 8 3 Sm 1 7 


Ru 


Co90FelO 


2 2 0 


4 2 0 


8 


Co83Yl 7 


Ru 


CoQOFelO 


2 3 0 


4 1 n 


9 


Co80P t 2 0 


Cr 


CoBOFe 10 


10 0 


32 0 


10 


Cr/Co8 0Pt 2 0 


Ru 


Co90Fe 10 


600 


700 


1 1 


Co80P t 20 


Ru 


Ni 80Fe20 


100 


350 


1 2 


Co50V4Fe 46 


Ru 


Co90Fe 10 


50 


220 



It is Hex* when Co alloy film is used for one side of the ferromagnetic layer of the couple which constitutes the 
magnetization fixed bed and which carried out antiferromagnetism combination from the result of a table. The value 
large enough was shown and it was shown as a MR film of a magnetoresistance^effect head that stability is secured. 
[0073] It sets to Cox A 100-x (x>=50) similarly, and they are A=Pt and Sm. Ce, La. Y, Fe. Cr. V. Ti and Ta. W. Zr, Nb, 
Hf, Mo, aluminum, and nickel have been used. 

[0074] (Examples 13-19) The result of the examples 13-19 using Co alloy film as a ferromagnetic layer All is shown 
n form of preparing the magnetization fixed bed in a far, every top, i.e.. a substrate, side as well as an example 2 
Table 2] 





1 1 ttttttJlA 


12 


13 


Oe 


H alt 


1 3 


Co7 5Crl3Ptl2 


C r 


Co 9 OFe 1 0 


100 


360 


14 


Co75C r 1 3Ta 12 


Cf 


Co90FelO 


1 3 0 


34 0 


15 


Co75Crl3Pt4Ta8 


Cr 


Co90Fe 10 


90 


270 


16 


Co 8 3 Sml 7 


Cr 


Co90FelO 


200 


380 


1 7 


Co8 3Y1 7 


C r 


Co90FelO 


210 


37 0 


18 


Co80P t 20 


Ru 


CoSOPelO 


8 0 


28 0 


19 


Co80Pt20 


Cr 


NI 80Fe20 


80 


310 



It is Hex* when Co alloy film is used for one side of the ferromagnetic layer of the couple which constitutes the 
magnetization fixed bed and which carried out antiferromagnetism combination like the case where the magnetization 
fixed bed is prepared in the side near a substrate from the result of a table when the magnetization fixed bed is 
prepared in a side far from a substrate. The value large enough was shown and it was shown as a MR film of a 
magnetoresistance-effect head that stability is secured. 

[0075] Each above-mentioned example is an ABATTO junction type MR head, this invention can also apply a hard 
magnetism layer to structure every [ which was put on MR film ] bottom of hard, as shown in the typical cross 
section of drawing 3 . Next the example is described. 

[0076] (Examples 20 and 21) The magnetoresistance-effect reproduction section shown with the typical cross 
section of drawing 3 aluminum2 03 and a TiC substrate are used, as a magnetic— shielding film 2 on this substrate 
After membrane formation of nickel80Fe20 2-micrometer film, and a shield division process, aluminum 203 of the 
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gap film 3 Membranes are formed according to the usual membrane formation process, and as shown in drawing 3 , 
the hard magnetism layer 5 of Cr (5nm)/Co80Pt20 (25nm) is formed. Pattern formation divides after that through a 
photo etching process, this ground is used, and they are Co90Fe10 (3nm)/Cu (3nm)/Co90Fe10(3nm)/Cr 
(1nm)/Co80Pt20 (5nm) / Ta (5nm). MR film was formed. 

[0077] According to structure, every bottom of this of hard, unlike an ABATTO junction, since the touch area of the 
hard magnetism layer 5 and a magnetization free layer is large, sufficient bias effect is acquired. 
[0078] in addition, since the magnetization fixed bed was found although the same effect was acquired even if the 
same effect was acquired and there was a difference in the bias structure of a magnetization free layer also by the 
structure of every top also with the structure of every bottom as it already became whether to be Ming in the 
examples 4-19. the following examples take up the thing of one structure of these — it was made things In addition, 
bias structure was made into the ABATTO junction anti-strong magnetic layer length bias of the same drawing 1 as 
an example 1. 

[0079] Table 3 showed the result at the time of using Fe alloy and nickel alloy film as a ferromagnetic layer A1 1 of 
the magnetization fixed bed with this structure. 



0080] 
[Table 3] 




1 1 fummA 


12 mstjm 


13 ^fittttMB 


fi^OM Oe 




20 


Pe85Col5 


Ru 


CoOOPelO 


55 


250 


2 1 


Fe85Mnl2Tl3 


Ru 


Co90Fe 1 0 


1 0 0 


4 00 



similarly, it turns out that Fe alloy and nickel alloy of Fex A 100-x (here — x>=50 and A — at least one sort of Co. 
Cr. Pt. nickel. Y, Mn, V, Ti, Ta, W, Zr, Nb, Hf, Mo, and aluminum) are effective in the ferromagnetic layer Al 1 
Moreover, as an antiferromagnetism switched connection layer 12, it turns out that a Hex* value suitable when **** 
is used is acquired, and the stability of MR film is acquired in Ru and Cr. 

[0081] Moreover, it turns out as a ferromagnetic layer B13 that a CoFe system and a NiFe system alloy film can be 
used. 

[0082] In addition, if it considers as the ferromagnetic switched connection layer 12. Rh, Ir, etc. are selectable and it 
is also possible as a ferromagnetic layer 813 to choose a NiFe system alloy film etc 

[0083] (Examples 22-25) The case where the spinel ferrite which is an oxide ferromagnetism layer is used as a 
ferromagnetic layer Al 1 like a previous example is shown in Table 4. From the result of a table, a good effect is 
acquired by using the spinel ferrite which is an oxide ferromagnetism layer as ferromagnetic layer 1 1 A 
[0084] 
Table 4] 





1 1 ^^dtfiaA 


1 2 mami^ 


13 ^tt^B 


ffitt^J Oe 




22 


MnFcg 0^ 


Ru 


CoBOPelO 


50 


2 10 


23 




Ru 


Co90FelO 


100 


380 


24 


CoFcg 


Ru 


CoSOFelO 


15 0 


420 


25 




Ru 


CoSOFelO 


52 


220 
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the same — MO-X 203 (X is at least one sort of Fe. Co, Mn, and Cr, and M is at feast one sort of Mn, Fe, Co, nickel, 
Cu, Zn, and Mg) — it turns out that composition is usable 

[0085] (Examples 26 and 27) The result at the time of using the magnetoplumbite type ferrite which is an oxide 
fen-omagnetism layer, and ZO and 6Fe 203 (Z being at least one sort in Ba, Sr, calcium, and Pb) as a ferromagnetic 
layer A1 1 like a previous example is shown in Table 5. 

[0086] From the result of a table, by using the magnetoplumbite type ferrite which is an oxide ferromagnetism layer 
as a fen^omagnetic layer 1 1 showed that a good effect was acquired. 



0087] 

:Table 5] 




1 1 ^m^A 




13 ssisffiaB 


Oe 




26 


BaO- BPeg 0^ 


Ru 


CoSOF elO 


120 


410 


27 


SrO- BFCg Og 


Ru 


Co90P elO 


13 0 


4 30 



(Example 28) Table 6 shows the case where nitriding iron is used for the ferromagnetic layer B of a magnetization 
fixing layer. Table 5 showed that a good effect was acquired by using nitriding iron. 

0088] 

Table 6] 





11 ^rnmA 


12 mmm^ 


13 wmmB 


Oe 


o¥ 


2 B 




Ru 

1 


C o90r elO 


5 5 


2 3 0 



Next the example using Co and Co alloy of bi-crystal structure is shown. The magnetoresistance-effect 
reproduction section uses aluminum2 03 and a TiC substrate. (Examples 29-44) It is nickel80Fe20 (2 micrometers) 
of the magnetic-shielding film 2 on this substrate, aluminum 203 (70nm) of the nonmetallic ground layer which is an 
after [ a shield division process ] gap layer is formed. This ground is used and they are Cr (5nm)/Co (bi-crystal 
structure) (3nm)/Ru (lnm)/Co (3nm)/Cu (3nm)/Co90Fe10 (3nm) / Ta (5nm). MR film was formed. Others used the 
same structure as an example 1 . 

[0089] MR film is explained in detail here. Cr layer is lower aluminum 203. It consists of a mixed reaction layer and a 
crystal layer of the bcc structure on it. By suitable pre cleaning (the moderate activity aluminum is made eluted on a 
front face) of 20aluminum3 ground before Cr membrane formation, it is amorphous Cr and amorphous aluminum 203. 
If a mixing reaction layer is formed, the crystal layer which carried out Cr on it <110> orientation is formed, and, as a 
result, the ferromagnetic layer A on it can be cut in bi-crystal structure at least. As a result the coercive force of 
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the ferromagnetic layer A serves as 70Oe(s) more greatly than the ferromagnetic layer B of 13. For this reason, it 
turns out that 280Oe(s) are obtained and Hex* fulfills the conditions of magnetization fixed-bed stabilization 
[0090] The examples 45-61 which used Co and Co alloy of bi-crystal structure are shown in Table 7. In addition, in a 
table, alpha of the column of the about 1 1 magnetic layer A shows a reactant amorphous layer. 
0091] 

:Table 7] 



loswl 


1 1 mSsfllA 


1 2 


1 3 3»at£fiB 


WdSSBA® 

»at:^ Oc 




29 




Ru 


Co 


80 


320 


30 


Og /a/V/Co 


Ru 


Co 


200 


500 


3 1 


A I 2 Og /a/Z r/Ca 


R\j 


C 0 


7 0 


2 10 


32 


AI2 Og /fl/Fe85Col5/Co 


Ru 


C 0 


12 0 


5 0 0 


33 


Alg Og /a/Cr/^Co90FelO 


Ru 


Co90FelD 


9 0 


360 


84 


Alg Og /a/Ta/Co90FelO 


Ru 


Co90Fel 0 


80 


320 


35 


A 1 2 Og /a/V/C o90F elC 


Ru 


Co90Fel 0 


170 


450 


36 


Alg Og /a/Z r/Co9QFelO 


Ru 


Co90FelO 


60 


2 4 0 


37 


Al„ 0- /a/Fe86Col5 
^ /to90FelO 


Ru 


Co90FelO 


110 


430 


38 


S \ OX /a/Cr/Co 


Ru 


Co 


55 


220 


39 


ZrOX /u/Ct/Zo 


Ru 


Co 


53 


230 


4 0 


T i N/a/C t/Zo 


Ru 


Co 


52 


2 10 


41 


Alg Oj /a/Cr/Co80Pt20 


Ru 


Co 


1000 


2 000 


42 


Alg Oj/tf/Cr/'Co 


.Cr 


Co 


60 


240 


43 


A IN/a/C r/Co 


Ru 


Co 


100 


420 


44 


A IN/a/C r/Co 


C r 


Co 


57 


230 



As shown in this example, as a nonmetallic ground for forming Co and Co alloy film of bi-crystal structure, AlOx, AIN. 
SiOx, ZrOx, and TiN can be used and especially AlOx and an AIN ground are desirable. In addition, it turns out that 
TiOx, TaOx, and diamond RAIKUKA-Bonn can be used. Moreover, as a crystalline metal-substrate film for forming 
Co and Co alloy film of bi-crystal structure, as shown in this example, especially Cr and V can use it preferably and 
Ta, Zr, and a FeCo system alloy can be used, in addition. Ti.W and Nb.Hf. — Mo, aluminum, etc. were found by that 
the alloy containing these elements etc. can be used 

[0092] Moreover, as illustrated in the example 3, the saturation magnetization of the ferromagnetic layers 11 and 13 
and the product of thickness can also be changed. 

[0093] Next, the example of the MR head of this invention which carried out the laminating of the coercive force 
increase layer to the ferromagnetic layer A of a magnetization fixing layer is described. 

[0094] The DDO reproduction section uses aluminum2 03 and the TiC substrate 1 to the magnetoresistance effect. 
(Examples 45-74) It is nickel80Fe20 (2 micrometers) of the magnetic-shielding film 2 on this substrate, aluminum 
203 (70nm) of a nonmetallic-after shield division process ground layer is formed. This ground is used and they are 
NiO(15nm)/Co(3nm)/Ru(1nm)/Co(3nm)/Cu(3nm)/Co90Fe10 (3nm) / Ta (5nm). MR film of structure was formed. 
[0095] In this MR membrane structure, if NiO is thicker than 20nm, exchange bias magnetic field Hua. will tend to 
become larger than coercive force He. and fixing by the magnetic field of the magnetization fixing layer near [ which 
is the purpose of this invention ] the room temperature will become difficult because of Hua. For this reason, the 
thickness of NiO has desirable 20nm or less. 

[0096] Since even 20nm or less even of NiO thickness maintains about 300 Oes and the disappearance temperature 
does not disappear to 200 degrees C or more, either, the coercive force of the ferromagnetic layer A1 1 is stable. 
[0097] About this laminated structure, if the magnetoresistance effect is measured, it will become an R-H curve like 
drawing 7 . In drawing, the movement of the magnetization in each magnetic field of a magnetization free layer and a 
magnetization fixing layer is the same as that of the case of previous drawing 6 . The difference with the case of 
drawing 6 is a point which becomes right-and-left asymmetry to a magnetic field, in order that a coercive force 
increase layer may give the exchange magnetic field HUA to a ferromagnetic layer. For this reason, a performance 
parameter is also Hex*. Hex*, hex*, and hex'. It becomes. It be comes Hex* ^hex* here. And it is the sense of 
magnetization of a pin layer Hex* What is necessary is just to turn in the direction to take. In the case of this 
example. Ho of a magnetic layer 1 1 is Hex* at about 300 Oes. Since 800 or more Oes are obtained, the stability of a 
magnetization fixing layer is Ailly acquired. 

[0098] In this example, various kinds of coercive force increase layers can be used besides NiO. Since it acts as a 
hard magnetism film. ****** is not needed theoretically. However. NiMn of a rule-ized system alloy, PtMn. PdPtMn. 
etc. need heat treatment for a part of rule-izing. If rule-ization is a part, it is Hua<Hc, and fixing by the magnetic field 
of a magnetization fixing layer can be performed at a room temperature. 

[0099] After the above wafer process, it passed by carrying out polish of cutting and a ABS side and slider-izing a 
wafer with machining, and DDO was created. 
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.0100] The same example as the above and this is shown In Table 8. 

:oioi] 

Table 8] 





.1 1 iitmttiA 


12 SGk 


13 sraH»B 


«Sb4 Oe 


0*? 


45 


N i 0 (Item) /C o 


Ru 


Co 


150 


500 


46 


a-r 0„ a5in)/Co 


Ru 


Co 


300 


600 


47 


a-F€« 0« (10im)/Co 
2 0 


Ru 


Co 


250 


5 2 0 


48 


P t 52Mn4 8aSiiB}/Co 


Ru 


Co 


60 


2 4 0 


49 


P t 5 2Mn4 8aOna)/Co 


Ru 


Co 


7 0 


2 10 


50 


I r2 2Mn?8(4nB/Co 


Ru 


Co 


5 5 


2 3 0 


51 


NiOa5nai)/Co9 0FelO 


Ru 


Co90Fe 1 0 


3 3 0 


8 0 0 


52 


N I OaOMO/C o 9 0 F e 1 0 


Ru 


Co90Fe 1 0 


18 0 


6 10 


53 


P t52Mn48(15na)/'C o90F elD 


Ru 


Co9DFelO 


a n 


2 7 0 


54 


P t52Mn48ClQniB)/C oBOF bIO 


Ru 


Co90Fein 


o ^ 


q n n 

w U U 


55 


I r 22Mn78(4iia) /Co&OFelO 


Ru 


CofiOFel n 

>^ V V W « V X \J 


R n 


9 R n 
^ o u 


56 


1 r22Mn78(4na) /Co&OFelO 


C r 


Co90Fel0 


50 


2 10 


57 


Cr7DA130(2QniO/^Co 


Ru 


C o 


70 


300 


58 


C r50Mna)C20nia)/Ca 


Ru 


Co 


100 


300 


59 


C d OQ0wa)/Co 


Ru 


Co 


140 


4 8 0 


60 


CoO(5naO 1 OCSnn) /Co 


Ru 


Co 


180 


5 2 0 


61 


N i OQnst) /Co 


Ru 


Co90FelO 


120 


4 60 



Next, the example at the time of changing composition of a holding power increase layer and enlarging He of a 
magnetic layer 1 1 is shown. 
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iTable 9] 




11 amttSA 




13 ^«ttHB 




H * 
0^ 


62 


N i Oq g (ISnnO/C o 


Ru 


Co 


200 


5 0 0 


63 


N i Ojj g aOnm)/C o 


Ru 


C o 


17 0 


4 0 0 


64 


ii-Feg Og aSaO/Co 


Ru 


Co 


320 


640 


65 


a-FCg Og aOnO/Co 


Ru 


Co 


280 


5 6 0 


66 


P t 5 8Mn4 2(25nii0/Co 


Ru 


Co 


210 


5 10 


67 


P t 5 8Mn4 2(lfinnO/Co 


Ru 


Co 


150 


390 


68 


I r27Mn 73(10115)/ Co 


Ru 


Co 


8 0 


2 9 0 


69 


X 1 53047a5iinO/C o90F elO 


Ru 


Co90Fe 1 0 


250 


700 


70 


N i 53O47a0na[)/C o90F clO 


Ru 


Co90FelO 


190 


630 


71 


P t58Mn42(25ii*>/Co90Fel0 


Ru 


CD90FelO 


300 


710 


72 


P t52Mn48a&ii)/Co90FelO 


Ru 


Co9 OFe 10 


210 


640 


73 


I r27Mn73ateiJ)/Co90F elO 


Ru 


Co90FelO 


10 0 


360 


74 


I r27Mn7aaanB)/Co90FelO 


C r 


Co90Pe 1 0 


8 0 


280 



As Table 9 shows, it turns out as a coercive force increase layer that NiOx, alpha-Fe 203. PtMn, and an IrMn film 
can be used. In addition, NiMn. PdMn, FeMn, RhMn and the RuMn film, and Cr alloy film were also found by that it is 

effective. 

[0103] Thus, with the conventional composition, even If it is the film which cannot give the effective exchange bias 
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magnetic field of the grade which can fix a magnetization fixing layer, in the invention in this application, the coercive 
force He of the ferromagnetic of a magnetization fixing layer can be heightened, and stabilization of a magnetization 
fixing layer can be obtained. And according to a small thing, the exchange bias magnetic field Hua can fulfill the 
conditions of Hc>Hua to coercive force He. 

[0104] In the rule system antiferromagnetic substance, such as PtMn, NiMn. and PdPtMn, by composition 
adjustment, 20nm or more even in thickness can make an exchange bias magnetic field smaller than coercive force, 
it can fulfill the conditions of Hc>Hua, and can be used as a coercive force increase layer. 

[0105] Although the above example was bottom spin bulb structure which carries out a magnetization fixing layer 
every bottom, the same effect is acquired also in the topspin bulb structure which carries out a magnetization fixing 
layer every top as it is in examples 13-19. Moreover, the same effect also as the dual spin bulb structure where the 
upper layer and the lower layer were doubled is acquired from this. 

[0106] Moreover, as illustrated in the example 3. the saturation magnetization of a magnetic layer 1 1 and the pin 
layer 13 and the product of thickness can also be changed. 

[0107] Next, as shown in the typical cross section of drawing 4 . the example of the structure which carried out 
PATANDO bias by the antiferromagnetic substance every top is described 

[01 08] The magnetoresistance-effect reproduction section of drawing 4 uses aluminum2 03 and a TiC substrate. 
(Example 75) On this substrate, as a magnetic-shielding film 2 After membrane formation of nickel80Fe20 
2-micrometer film, and a shield division process, aluminum 203 of the gap film 3 Membranes were formed according 
to the usual membrane formation process, and Co80Pt20 (5nm)/Ru(lnm)/Co90Fe10 (3nm)/Cu (3nm)/Co90FelO 
(3nm) / Ta (5nm) was formed using this ground. Coercive force He and Hex* of this ferromagnetic layer A of 1 1 The 
value is the same as an example 1. 

[0109] In order to arrange the vertical bias layer 5 at the edge of MR film, it passes through a photo etching process 
and It IS Ir22Mn78 (12nm) of an antiferromagnetism layer. The lead 6 of Ta/Cu/Ta etc. was formed. The record 
process was usually created according to the process through the gap layer 7 and the SHI 1 RUDO layer 8 on it In 
addition, an antiferromagnetism layer may use the antiferromagnetism film with which an exchange bias magnetic 
field Hua like RhMn besides IrMn mentioned above, RuRhMn, NiMn, PtMn, PdPtMn, and CrMnPt is fully acquired. 
[01 10] Since the antiferromagnetism film is used in this example, the magnetic field of 5kOe(s) is impressed to the 
method of the width of recording track of the magnetic head for the vertical magnetic shielding 2 and 9. grant of the 
induced magnetic anisotropy of the magnetization free layer 15. and stabilization of fixing of the magnetization by the 
antiferromagnetism layer which is the vertical bias layer 5. and it is ******** about heat treatment Heat treatment 
temperature was made into 270 degrees G which is the temperature near TB of an antiferromagnetism film, and 
maintenance of 3 hours was performed The magnetic field of 5kOe(s) was applied in the direction perpendicular to a 
ABS side at the room temperature after heat treatment, and the magnetization fixing layer was fixed. 
[01 1 1] After the above wafer process, it passed by carrying out polish of cutting and a ABS side and slider-izing a 
wafer with machining, and DDO was created. 

[01 12] Thus, if it is an antiferromagnetism film using high blocking temperature, what becomes unstable by operating 
temperature like the example of comparison will not happen. 

[01 13] In this example, the magnetization fixing layer of MR film Is the composition of every bottom. The result same 
as for every top is obtained. 

[01 14] Next, as shown in drawing 5 . the example of the structure which carried out PATANDO bias by the 
antiferromagnetic substance every bottom is described. 

[01 15] (Example 76) Using aluminum2 03 and a TiC substrate, the magnetoresistance-effect reproduction section of 
drawing 5 forms membrane fonmation of nickel80Fe20 2-micrometer film, and aluminum 203 (70nm) of after a shield 
division process and the gap film 3 according to the usual membrane formation process as a magnetic-shielding film 
2 on this substrate, and is Ir22Mn78 (20nm). Membranes are formed In addition, an antiferromagnetism layer can use 
the antiferromagnetism film with which an exchange bias magnetic field Hua like RhMn besides IrMn mentioned 
above. RuRhMn. NiMn, PtMn. PdPtMn. and CrMnPt is fully acquired. 

[01 16] A film is divided using a photo etching process after that, this ground is used, and they are Co90FelO 
(3nm)/Cu (3nm)/Co90FelO (3nm)/CKlmn)/Co80Pt20 (5nm) / Ta (5nm). Membranes were formed Furthermore, the 
lead 6 of Ta/Cu/Ta etc. was formed for MR film through the photo etching process. Furthermore, it heat-treated on 
the same conditions as the case of every bottom of an example 78. According to this structure, sufficient bias effect 
was acquired also in structure every top. 

rnl ] oi ^^^^ ^^^^^ PATANDO bias also like composition every magnetization fixing layer top of MR film, 

to 1 1 8 J 

[Effect of the Invention] As explained above, according to this invention, it can carry out, without affecting heat 
treatment of a magnetization free layer or a magnetic-shielding layer for formation of a stable magnetization fixing 
layer, and fixing of magnetization to temperature, the static electricity voltage, etc. For this reason. DDO cannot 
cause loss of power to it. even if operating temperature rises to the magnetoresistance effect of this Invention, but 
It can maintain a stable output to it And since it is stable and the trouble by the static electricity voltage in the 
case of manufacture of the magnetic head or the assembly of a magnetic disk drive decreases to the static 
electricity voltage, the manufacture yield of the magnetic head or a magnetic disk drive can be raised. 



[Translation done.] 
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* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the original precisely. 

2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. . 



DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 

FDrawinfi 1] It is the cross section showing the composition of 1 operation gestalt of DDO to the magnetoresistance 
effect of this invention. 

[Drawing 2] It is the cross section showing the composition of other 1 operation gestalten of DDO to the 
magnetoresistance effect of this invention. 

[Drawing 3] It is the cross section showing the composition of 1 operation gestalt of further others of DDO to the 
magnetoresistance effect of this invention. 

[Drawing 4] It is the cross section showing the composition of 1 operation gestalt of further others of DDO to the 
magnetoresistance effect of this invention. 

[Drawing 51 It is the cross section showing the composition of 1 operation gestatt of further others of DDO to the 
magnetoresistance effect of this invention. 

[Drawing 61 It is the ** type view showing the relation of the magnetic field of a magnetoresistance-effect film and 
resistance which constitute 1 operation gestalt of DDO to the magnetoresistance effect of this invention. 
[Drawing 71 It is the ** type view showing the relation of the magnetic field of a magnetoresistance-effect film and 
resistance which constitute other 1 operation gestalten of DDO to the magnetoresistance effect of this invention. 
[Drawing 8l It is the cross section showing the example of composition of DDO to the magnetoresistance effect of 
the conventional example. 
[Description of Notations] 

1 .... Substrate 

2 9 .... Magnetic shielding 

3 8 .... Nonmagnetic insulator layer which forms a magnetic gap. 
4 MR film. 

5 .... Vertical bias layer. 

6 — Lead 

7 .... MR element. 

1 1 .... Ferromagnetic layer A 

1 2 .... Binder course 

13 .... Ferromagnetic layer B 

14 .... Interlayer 

1 5 .... Magnetization free layer, 

1 6 .... Magnetization fixing layer, 

1 7 .... Antiferromagnetism layer. 
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* NOTICES * 
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damages caused by the use of this translation. 
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CLAIMS 



[Clalm(s)] 

[Claim 1] Come that the antiferromagnetism combination of the ferromagnetic layer of the couple coercive force 
differs in an aforementioned magnetization fixing layer in the magnetoresistance-effect head using the huge 
magnetization resistance effect film which has been arranged through a nonmagnetic interlayer. and which has the 
magnetization fixing layer and the magnetization free layer of a couple at least is carried out through a binder 
course, and it is magnetization fixing marginal magnetic field Hex* of an aforementioned magnetization fixing layer. 
The magnetoresistance-effect head it is referred to as 200 or more Oes at a room temperature, and carry out a bird 
clapper as the feature. 

[Claim 2] The ferromagnetic layer of the couple which comes to carry out antiferromagnetism combination through 
the aforementioned binder course of the aforementioned magnetization fixing layer in a magnetoresistance-effect 
head according to claim 1 is a magnetoresistance-effect head which composition is changed and is characterized by 
the bird clapper. 

[Claim 3] The metal with which at least one side of the magnetic layer of the couple which forms the aforementioned 
magnetization fixing layer makes Co a principal component in a magnetoresistance-effect head according to claim 1 . 
the metal which makes Fe a principal component or the magnetoresistance-effect head characterized by being [ of 
the metal layer which makes nickel a principal component ] any one sort of metal layers at least. 
[Claim 4] The magnetoresistance-effect head to which at least one side of the magnetic layer of the couple which 
forms the aforementioned magnetization fixing layer is characterized by being the metal layer which contains Co 
more than 50 atom %. and contains at least one sort chosen from the element of Pt. Cr, and Ta as remaining 
components In a magnetoresistance-effect head according to claim 1. 

[Claim 5] The magnetoresistance-effect head characterized by one side of the magnetic layer of the couple which 
forms the aforementioned magnetization fixing layer being an oxide ferromagnetic in a magnetoresistance-effect 
head according to claim 1 . 

[Claim 6] The magnetoresistance-effect head characterized by one side of the magnetic layer of the couple which 
forms the aforementioned magnetization fixing layer being a nitride ferromagnetic in a magnetoresistance-effect 
head according to claim 1 . 

[Claim 7] In the magnetoresistance-effect head using the huge magnetization resistance effect film which has been 
arranged through a nonmagnetic interiayer and which has the magnetization fixing layer and magnetization free layer 
of a couple at least The monostromatic which the aforementioned magnetization fixing layer consists of a 
ferromagnetic layer of the couple which carried out antiferromagnetism combination through the binder course, and 
is chosen from the ferromagnetic layer of the aforementioned couple The magnetoresistance-effect head 
characterized by being the hard magnetic film which has the bi-crystal structure which is formed on a crystalline 
metal substrate and contains Co as a composition element 

[Claim 8] It is the magnetoresistance-effect head which the aforementioned crystalline metal-substrate film has an 
amorphous layer between nonmetallic grounds in a magnetoresistance-effect head according to claim 7. is formed, 
and is characterized by the bird clapper. 

[Claim 9] It is the magnetoresistance-effect head which the aforementioned crystalline metal-substrate film has a 
mixing layer between nonmetallic grounds in a magnetoresistance-effect head according to claim 7. is formed, and is 
characterized by the bird clapper. 

[Claim 10] It is the magnetoresistance-effect head characterized by being the oxide or nitride in which the 
aforementioned nonmetallic ground contains aluminum in the magnetoresistance-effect head of a claim 7, a claim 8. 
or a claim 9 given in any 1 term. 

[Claim 11] It is the magnetoresistance-effect head characterized by containing at least one sort of elements with 
which the aforementioned crystalline metal-substrate film is chosen from the element of Cr. V, Ti, Ta, W, Zr, Nb, Hf. 
jyio, and aluminum in the magnetoresistance-effect head of a claim 7, a claim 8, or a claim 9 given in any 1 term. 
[Claim 1 2] It sets on the magnetoresistance-effect head of a claim 7, a claim 8. or a claim 9 given in any 1 term, and, 
for the aforementioned crystalline metal-substrate film, a body center cubic crystal is the magnetoresistance-effect 
head which carries out and Is characterized by the bird clapper abbreviation <200> orientation. 

[Claim 13] In the magnetoresistance-effect head using the huge magnetization resistance effect film which has been 
arranged through a nonmagnetic interiayer and which has the magnetization fixing layer and magnetization free layer 
of a couple at least The aforementioned magnetization fixing layer has the ferromagnetic layer of the couple which 
comes to carry out antiferromagnetism combination through a binder course, to the monostromatic of the 
ferromagnetic layer of the aforementioned couple The oxide layer which makes a principal component at least one 
sort of elements among nickel, Co, and Fe, The laminating of at least one sort of coercive force increase layers 
chosen from the metal layer containing Mn and the metal layer which makes Cr a principal component is carried out, 
and it comes to consider as a laminated structure, the ratio of the coercive force He in the ferromagnetic layer 
which has the aforementioned laminated structure, and the exchange bias magnetic field in this ferromagnetic layer 
by the aforementioned coercive force increase layer — He/Hex The magnetoresistance-effect head which is set up 
more greatly than 1 and is characterized by the bird clapper including the case where the exchange bias magnetic 
field Hex is substantially set to Hex=0. 

[Claim 14] The magnetoresistance-effect head to which the aforementioned coercive force increase layer is 
characterized by being the layer which makes a principal component at least one sort as which thickness is chosen 
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from the cascade screen of NiO 20nm or less, CoO. and NiO and CoO in a magnetoresistance-effect head according 

to claim 13. 

[Claim 15] The magnetoresistance-effect head characterized by being the layer to which the aforementioned 

coercive force increase layer makes a principal component Zx Mn 100-x (at least one sort by which Z is chosen 

from the element of nickel. Pt, and Pd here) in a magnetoresistance-effect head according to claim 13. 

[Claim 1 6] The magnetoresistance-effect head characterized by the thickness of the aforementioned coercive force 

increase layer being 1 5nm or less in a magnetoresistance-effect head according to claim 1 5. 

[Claim 1 7] The magnetoresistance-effect head characterized by being the layer to which the aforementioned 

coercive force increase layer makes a principal component AX Mn100-X (at least one sort by which 40 or less [ 0 or 

more ] and A are chosen for x from the element of Ir. Fe. Rh, Ru. Pt. Pd. and nickel here) in a 

magnetoresistance-efFect head according to claim 1 3. 

[Claim 18] The magnetoresistance-effect head characterized by the thickness of the aforementioned coercive force 
increase layer being 5nm or less in a magnetoresistance-effect head according to claim 1 7. 

[Claim 19] It sets on a magnetoresistance-effect head according to claim 13, and, for the aforementioned coercive 
force increase layer, thickness is alpha-Fe 203 20nm or less. Magnetoresistance-effect head characterized by being 
the layer made into a principal component 

[Claim 20] The magnetoresistance-effect head characterized by the aforementioned coercive force increase layer 
being a Cr alloy layer in a magnetoresistance-effect head according to claim 1 3. 

[Claim 21] The magnetoresistance-effect head characterized by the aforementioned coercive force increase layer 
thickness being 20nm or less in a magnetoresistance-effect head according to claim 20. 

[Claim 22] In the magnetoresistance-effect head using the huge magnetization resistance effect film which has been 
arranged through a nonmagnetic inteHayer and which has the magnetization fixing layer and magnetization free layer 
of a couple at least It comes to arrange the vertical bias layer using the antiferromagnetism layer which removes a 
Barkhausen noise in the aforementioned magnetization free layer to the ends of the width of recording track. The 
aforementioned magnetization fixing layer is a magnetoresistance-effect head which it consists of a ferromagnetic 
layer of the couple which comes to carry out antiferromagnetism combination through a binder course, and 
magnetization fixes below 200 degrees C. and is characterized by the bird clapper. 

[Claim 23] It comes to carry out antiferromagnetism combination of the ferromagnetic layer of the couple from which 
composition and coercive force differ mutually in a magnetoresistance-effect head according to claim 22 through a 
binder course, and the aforementioned magnetization fixing layer is magnetization fixing marginal magnetic field Hex* 
of the aforementioned magnetization fixing layer Magnetoresistance-effect head characterized by the bird clapper, 
being used as 200 or more Oes at a room temperature. 

[Claim 24] In a magnetoresistance-effect head according to claim 22, the laminating of the coercive force increase 
layer is carried out to the monostromatic of the ferromagnetic layer of the couple of the aforementioned 
magnetization fixing layer, and it comes to consider as a laminated structure, the ratio of the coercive force He of 
the ferromagnetic layer to which the laminating of the aforementioned coercive force increase layer was carried out, 
and the exchange bias magnetic field in this ferromagnetic layer by the aforementioned coercive force increase layer 
— He/Hex The magnetoresistance-effect head which is set up more greatly than 1 and is characterized by the bird 
clapper including the case where the exchange bias magnetic field Hex is substantially set to Hex=0. 
[Claim 25] It is the magnetoresistance-effect head characterized by being the hard magnetic film which has the 
bi-crystal structure which the monostromatic of the ferromagnetic layer of the aforementioned couple is formed on 
a crystalline ground in a magnetoresistance-effect head according to claim 22, and contains Co as a composition 
element. 

[Claim 26] The magnetoresistance-effect head to which the sense of magnetization of the aforementioned 
magnetization free layer and the aforementioned magnetization fixing layer carries out an abbreviation rectangular 
cross, and is characterized by the bird clapper in the magnetoresistance-effect head of a claim 23, a claim 24, or a 
claim 25 given in any 1 term. 
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